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Abstract As part of the Materials on The International Space Station Experiment 
(MISSE), aromatic polymers containing phenylphosphine oxide groups were exposed to 
low Earth orbit for ~4 years. All of the aromatic polymers containing phenylphosphine 
oxide groups survived the exposure despite the high fluence of atomic oxygen that 
completely eroded other polymer films such as Kapton® and Mylar® of comparable or 
greater thickness. The samples were characterized for changes in physical properties, 
thermal/optical properties surface chemistry, and surface topography. The data from the 
polymer samples on MISSE were compared to samples from the same batch of material 
stored under ambient conditions on Earth. In addition, comparisons were made between 
the MISSE samples and those subjected to shorter term space flight exposures. The 
results of these analyses will be presented. 

This paper is work of the U. S. Government and is not subject to copyright protection in 
the U.S. 

1. INTRODUCTION Aromatic polymers containing phenylphosphine oxide (PPO) 
groups have been under investigation for over a decade [1-4]. Along with providing both 
solubility and high glass transition temperature (Tg) without sacrificing mechanical 
properties, PPO groups were also shown to improve the resistance of the polymer to 
oxygen plasma and atomic oxygen (AO) by a self passivating effect in which a phosphate 
enriched surface layer is formed protecting the underlying material from further reaction 
[5-9]. Until now, there has been no data available regarding the long tenn (> 1 year) 
performance of these types of polymers in low Earth orbit (LEO). 

The push to develop AO resistant polymers dates back to pre-space station days 
and since that time a variety of approaches have been investigated. Some of the early 
work involved polyphosphazenes [10,11], In addition, a large variety of silicon (Si) 
containing polymers were investigated in which the Si was typically incorporated in the 
form of an organic species such as a siloxane unit [12-21], In both cases, the formation 
of an oxide rich surface layer by the reaction of phosphorus (P) or Si with atomic oxygen 
was observed. This oxide surface layer reduced the subsequent reaction efficiency with 
AO and protected the underlying polymeric material. Other approaches involved highly 



fluorinated polymers [13, 22-23], metal oxide coatings [23-25], and incorporating POSS 
molecules into polymers as a means of achieving AO resistance [26-28], 

MISSE 1 and 2 consisted of two experiment carriers (PECs) of specimens that 
were attached to the International Space Station (ISS) and passively exposed to the LEO 
environment (including AO and ultraviolet radiation). The materials were deployed in 
August 2001 and retrieved in August 2005. One PEC was intended to experience 
exposure in the flight (RAM) direction and the other in the WAKE direction. However, 
due to the orbital configuration of the ISS, the WAKE exposed samples experienced 
more AO fluence than expected. The results of this space flight exposure, particularly of 
AO exposure, on select aromatic polymers containing PPO groups will be presented. 

2. EXPERIMENTAL 

2.1 Materials The polymers consisted of a colorless polyimide film and a 
poly(arylene ether benzimidazole) film and thread. The polyimide film was prepared at 
NASA Langley Research Center following a procedure previously reported [30], The 
poly(arylene ether benzimidazole) film (TOR-LM) was metallized with a 100 mn thick 
coating of vapor deposited aluminum (VDA). The film (38 pm, 1.5 mil thick) was 
mounted such that the polymer surface faced the RAM direction. Both the TOR-LM film 
[9] and thread (TOR) [6] were obtained from Triton Systems, Inc. in 2000. 

2.2 Flight Exposure Conditions [29] The film samples were 10.2 cm x 10.2 cm 
(4 in x 4 in) and 25 to 40 pm thick and were mounted on an aluminum plate and held in 
place with metal strips. The conditions experienced during exposure for this set of 
samples (RAM facing side) were as follows: AO fluence from 6.5 to 9.1 x 10 21 
atoms/cm 2 ; equivalent solar hours 5870 to 6134 depending on exact sample location; 
thennal cycling, minimum temperature ~ -55 °C, maximum temperature ~ 66 °C, average 
temperature -13 °C. The nonnal orbital period was ~90 minutes. 

2.3 Characterization Fourier transfonn infrared (FTIR) spectroscopy was 
performed on a Nicolet Magna-IR 560 ESP spectrometer. The %T through thin films 
was measured at 500 nm using a Perkin-E liner Lambda 900 UV/VIS/NIR spectrometer. 
Solar absorptivities (a) of thin films were measured on an AZTek Model LPSR-300 
spectroreflectometer with measurements taken between 250 to 2800 nm using a vapor 
deposited aluminum on Kapton 1 ' film (1 st surface mirror) as a reflective reference per 
ASTM E903-82. An AZTek Temp 2000A infrared reflectometer was used to measure 
the thennal emissivity (s) of thin films. X-ray photoelectron spectroscopy (XPS) was 
performed using a VG XPS system. For analysis, 1253 eV X-rays from a magnesium 
anode were used and photo-electron energies were resolved using a hemispherical energy 
analyzer. Atomic force microscopy (AFM) was perfonned using a Digital Instruments 
MultiMode Scanning Probe Microscope (Veeco Metrology, Inc.). The samples were 
imaged in TappingMode and analyzed for surface roughness. Both the average (R a ) and 
the root mean square (Rq) roughness were recorded at several locations per sample [31]. 

3. RESULTS AND DISCUSSION 

3.1 Materials The chemical structures of the aromatic polymers containing PPO 
groups are presented in Figure 1 and consist of a colorless polyimide (CP) film, a 
polybenzimidazole (TOR-LM) film with one side coated with VDA, and a 



polybenzimidazole thread (TOR). The polymer samples were mounted in the exposure 
tray as shown in Figure 2. Control films and threads were cut from the same batch of 
material as that used in the flight experiment. The control samples were maintained in 
zip-lock bags under ambient conditions until the return of the flight specimens. 



Figure 1. Chemical structure of polymer samples. TOR-LM is a 1:1 random copolymer 
of TOR (chemical structure above) with 4,4 ’-biphenol. 


Figure 2. Samples 
mounted on exposure tray. 
A close-up is shown on the 
right. 


3.2 Flight Exposure Conditions It is important to recognize that the flight 
samples were exposed to LEO where there is no molecular oxygen or water vapor. When 
returned to Earth for analysis, the samples were exposed to the ambient atmosphere, thus 
the potential exists for the surface chemistry to have been affected by this exposure. 

Throughout the 4-year exposure, many samples did not survive the high AO 
fluence. For example, relatively thick (127 pm) Kapton ' HN samples were completely 
eroded. Other polymer films such as Mylar®, metallized polyimides, and 
polybenzoxazole were also completely eroded. The flight samples were exposed to an 
AO fluence of 6.5 to 9.1 x 10" atoms/cm" with simultaneous exposure to thermal cycling 
and UY and particulate radiation. 

Aromatic polymers containing PPO groups have previously been exposed to both 
simulated AO as well as AO in short term space flight exposure experiments. From these 
experiments a few general conclusions were derived. Upon exposure to AO aromatic 
polymers containing PPO groups generally exhibit a two stage erosion process. In the 
first stage material is lost via the reaction of AO with the polymer to form small organic 
molecules that are subsequently lost via volatilization, simultaneously the AO exposed 
surface becomes enriched with a phosphate layer, eventually forming a polyphosphate 
surface layer. In the second stage AO erosion is significantly lessened due to the reduced 





reactivity between the polyphosphate layer and AO. Evidence for this comes from the 
erosion rate, XPS, P nuclear magnetic resonance (NMR) spectroscopy, and X-ray 
adsorption near edge spectroscopy (XANES) analyses [2-8, 32]. In prior space flight 
exposure experiments involving aromatic polymers containing PPO groups the samples 
were exposed to AO fluences of 7 x 10 atoms/cnV [5, 7] and 1 x 10 atoms/cm - [8]. 
Based on these results, it was determined that aromatic polymers containing PPO groups 
had a reaction efficiency of about 15 times less than that of Kapton® HN. 

3.3 Visual Inspection of Flight Specimens Samples were returned to NASA 
Langley Research Center in October 2005 and placed in a clean room for observation and 
subsequent deintegration. Pictures of the returned specimens still mounted in the PEC 
are presented in Figure 3. Both fdm samples had cracks adjacent to the metal bars and 
near the bolt holding the sample against the plate. A closeup of the TOR-LM film at a 
comer is also shown in Figure 3. The cracks are likely due to stress build-up as a result of 
the thermal expansion mismatch between the metal bars and the polymer. Both the TOR- 
LM and CP film samples appeared diffuse as a result of AO erosion and the CP film was 
no longer transparent. There was no visible erosion or obvious deterioration of the thread 
sample. The samples were subsequently removed from the PEC for additional 
characterization. The films were not brittle or fragile and did not suffer further 
deterioration upon handling and manipulation. Both films exhibited sufficient toughness 
such that they could be creased without visible damage, cracking, or fracture. In 
comparing these visual results with those from previous flight experiments [5,7,8], the 
previous samples were not visibly frosted and remained transparent, however the AO 
fluence was only in the range of 1-7 x 10 atoms/c nr. 


Figure 3. Samples 
after return from 
LEO (left) and a 
close-up of TOR- 
LM (right) showing 
a crack in the film. 



3.4. Characterization FTIR was performed on the CP and TOR-LM films. In 
the CP film, the carbonyl peaks readily visible in the spectra corresponding to the control 
sample are significantly dampened in the spectra of the exposed film. This was the 
general trend for the bulk of the other significant FTIR spectral features as well as for the 
control and exposed TOR-LM films. Optical transparency at 500 nm was measured on 
the CP films. The control sample exhibited a transparency of -84% whereas the flight 
specimen was <1%. The sample was visibly frosted or opaque thus the low transparency 
was due to the scattering of light by the eroded film surface. Solar absorptivity (a) and 
thermal emissivity (s) data was collected on CP films and TOR-LM films (Table 1). 
Solar absorptivity increased significantly due to the AO exposure. The increase in a for 
the CP film was the same for the RAM facing side as well as the backside of the film. 
The polymer surface of the TOR-LM film exhibited a larger increase in s than the 


colorless polyimide film. The exposed backside of the TOR-LM film, which had a VDA 
surface, did not exhibit any changes in a or s. 


Table 1. Solar Absorptivity/Thermal Emissivity 


Sample 

a 

8 

a/s 

CP control 

0.07 

0.67 

0.11 

CP exposed backside 

0.23 

0.71 

0.32 

CP RAM facing side 

0.23 

0.76 

0.30 

TOR-LM control (polymer surface) 

0.31 

0.71 

0.44 

TOR-LM control (VDA surface) 

0.08 

0.04 

2.0 

TOR-LM exposed backside (VDA surface) 

0.08 

0.04 

2.0 

TOR-LM RAM facing side (polymer surface) 

0.50 

0.85 

0.59 


As a means to investigate changes in surface chemistry, XPS was perfonned on 
all samples and on both sides of each film. The typical analysis depth was 2 to 5 mn, and 
a particular element (except hydrogen) can be measured down to 0.1% atomic fraction. 
By summing the area under the photoelectron peaks corresponding to different elements, 
the concentrations of those elements were determined (Tables 2-4). 


Table 2. XPS Analysis Results for TOR Thread 


Photoelectron 

Control, Atomic 
Cone. % 

Exposed, Atomic 
Cone. % 

O Is 

19.3 

26.7 

N Is 

11.9 

20.4 

C Is 

67.8 

51.3 

P2p 

1.0 

1.5 


Table 3. XPS Analysis Results for the CP film 


Photoelectron 

Control, Atomic 
Cone. % 

RAM Exposed, 
Atomic Cone. % 

Backside Exposed, 
Atomic Cone. % 

O Is 

16.3 

46.5 

36.4 

N Is 

3.20 

3.40 

4.10 

C Is 

78.9 

38.1 

51.3 

P2p 

1.60 

12.0 

8.20 


Table 4. XPS Analysis Results for TOR-LM 


Photoelectron 

Control, Atomic Cone. % 

Exposed, Atomic Cone. % 

O Is 

11.5 

44.1 

N Is 

2.1 

4.7 

C Is 

83.6 

41.4 

P2p 

2.7 

10.0 


To summarize the results form the XPS analyses, for each sample there is a 
noticeable increase in the oxygen and phosphorus concentration after exposure. The 






high resolution Ols signal from the samples could be fit with two peaks corresponding 
to two different bonding situations. The O Is sub-peak at 530 eV is reduced while the 
sub-peak at 534 eV increases indicating that the oxygen has become more inorganic. 
After exposure the amount of phosphorus at the surface has increased. This is most likely 
in the form of an oxide (phosphate) since the binding energy of the P peak shifts 
from 132 eV to 135 eV. The amount of carbon is reduced presumably due to material 
loss via reaction with AO. In the case of CP, the changes in surface chemistry follow the 
same trend as those on the RAM facing side indicating that AO had access to the 
backside of the film. Changes in surface chemistry are due to reaction of polymeric 
material with AO and are consistent with those observed on other ground-based and short 
term flight exposure experiments. 

AFM analyses were performed on the samples to investigate changes in surface 
topography. All samples showed an increase in surface roughness upon exposure both on 
the exposed backside and the RAM facing side (Table 5). Samples were also examined 
on the exposed side in the area that was protected by the metal mounting bars. Both film 
samples showed a significant increase in surface roughness on the RAM facing side when 
compared to the control sample. The exposed backside of the colorless polyimide film 
showed an increase in roughness compared to both the control and the exposed backside 
of TOR-LM. This is consistent with the XPS results showing that the exposed backside 
of the colorless polyimide film did experience exposure to AO. The exposed backside of 
the TOR-LM did not exhibit as much erosion (due to the VDA surface) but still had an 
increase in roughness compared to the control. 


Table 5. AFM analysis of surface roughness 


Sample 

Average 
R a (nm) 

Standard 
Deviation 
of R a (nm) 

Average 
R q (nm) 

Standard 
Deviation 
of Rq (nm) 

CP control 

0.466 

0.024 

0.733 

0.075 

CP exposed backside 

8.443 

7.486 

12.01 

9.842 

CP RAM facing side 

419.1 

371.7 

517.1 

452.1 

CP RAM facing side* 

80.21 

80.66 

99.17 

95.40 

TOR-LM exposed backside 

1.757 

0.704 

2.364 

1.435 

TOR-LM exposed RAM facing side 

427.4 

206.0 

525.2 

245.0 

TOR-LM exposed RAM facing side* 

326.8 

172.3 

408.1 

209.5 


*Under metal bar used to hold down the film sample 


The exposed RAM facing surface of TOR-LM film showed what appeared to be 
platelet formations that served as etch stops in the material (Figure 4). Even though the 
RAM facing surface was significantly roughened, the platelets seemed to slow the 
etching where they formed. It is important to note that the average surface roughness and 
the relative standard deviation of the roughness both increased. This indicates that the 
sample did not roughen in a homogeneous fashion, consistent with the theory that the 
sample forms platelets that are comprised of a phosphate material that act as an etch stop. 

The exposed thread sample (TOR) showed a decrease in overall diameter, an 
increase in surface roughness, and separation of the weave but the data cannot be 




quantified due to the uneven surface features of the thread. Qualitatively, the thread 
sample was not noticeably degraded and could not be readily broken by hand. 



Figure 4. AFM image of the TOR-LM exposed 
RAM facing surface showing platelet formation 
(denoted by arrow). X and Y axis units are in 
pm. 


4 . SUMMARY Aromatic polymers containing PPO groups were exposed to LEO for 
~4 years. The polymers survived intact despite high AO fluence whereas other polymers 
such as Kapton R and metallized polyimides were completely eroded. The polymer films 
appeared frosted and AO erosion significantly affected optical transparency as well as 
solar absorptivity and thermal emissivity of the film samples. The changes in surface 
chemistry as determined by XPS were consistent with the formation of a phosphate 
surface layer. Changes in surface topography consistent with AO erosion were evident 
from AFM analysis. The effects of LEO exposure on polymers containing PPO groups 
are consistent with those previously reported from shorter space flight exposure 
experiments. Due to the property changes exhibited by the films, the materials are 
perhaps more suitable for applications in LEO in the form of stitching thread, woven 
fabric, softgoods, or tethers. 
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